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Amendments to the Specification : 

Please replace the Page 34, lines 1-5 with the following rewritten paragraphs: 



table 1 





Weight per 
length in 
axial 
direction of 
stent (jig/ mm) 


- 

Molar ratio 
o£ lactic 
glycol ic 


weight -average molecular 
weight 


vascular 
occlusion 
race one 
ffionth after 
(%) 


Example i 


3 


as/is 


90,000 2S l'« 


48.1 


, 3.1 f 


7 


85/15 


90,000-126,000 


42.2 


Example 3 


SB 


85/15 


90,080-126,000 


40,7 


Hxaiqj U> 4 


eo j 


35/15 


90,000-126,000 


45.6 


Exansple 5 


3.5 


85/15 


90 000-126,000 


45.7 


Exaiaple s 


10.0 


85/15 


-■-■,,'■>■>■■- Hi 


44.3 


Example 7 


■ s 


8S/1S 


90,000-126,000 


41,5 


Example 8 


4 0.0 


85/15 


90,000-126,000 


46.2 


Example 9 


7 


SO/SO 


5,000 


49.8 


example 10 


7 


SO/34 


12 r ©00- 16,500 


44.4 


Example 11 


7 


50/50 


16,500-22,000 


41.7 


Example 12 


7 


50/50 


40, 000-75,000 


44,6 


7. ampl< l ! 


7 


75/25 


90,000-126,000 


38.9 


Example 14 


7 


€5/35 


10, QQO-75, C DO i 4 9 j 


Example 33 


1 


85/15 


90,000-126,000 


63,1 


Example 34 


100 


85/15 


90,000-126,000 


58.4 


Conip . 
Example 1 








66.8 


Cosnp. 
Example I 


7 


100/0 


1,600-2,400 


57.2 


Com|j. 
Example 1 


7 


100/0 


325,000-460-, 000 


59.0 
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Table 2 
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Example IS 


1.5 


50 


50 


20 


20 


3 


40.2 


i.- . it, 


3.5 


SO 


SO 


46 




7 


3 5 


Example 17 


10.0 


SO 


SO 


ISO 


130 


20 


20.7 


Example 16 


32.5 


50 


50 


423 


423 


65 


29.0 


Example 13 


40.0 


50 


50 


520 


520 


80 


35. 9 


Example v. 


40.0 


100 


0 


520 


0 


40.0 


4S.2 


Camp . 














66. S 



Imnwnosuppre so ivc agent; tacrolimus. (Exawplea IS to 19), no (Comparative Example l and example 
35) 

Lactic acta- glycol ic acid copolymer: 

composition ratio: lactic acid/glycolic acid =85/15, weight- average molecular weight; 90,000 to 
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fable 3 





Li.tit ac: 7 c 1 icid copolvn composUion 


vascular 
occlusion 
rate (%) 


Lactic acid 
(molV) 


Glycolie acid 

tlBOl*} 


Weight' average luoleculsx 
weight 


Example 17 


85 


IS 


5)0,000-126,000 


20.7 


Bxample 20 


so 


50 




38.9 


Example 21 


50 


50 


12, G00-I6, SOO 




Example 22 


SO 


50 


1? ,"01-22,000 


34.2 


Example 23 


50 


50 


It ,C, ''0-75, 000 


25.2 


24 


65 


35 


40,000-75,000 


t<a 


example 25 


75 


2S 


90,000-126, 000 


2S.7 


CoiBp. 
Example 4 


1Q0 


0 


1,600-2,400 


63.3 


Corns*. 
Example 5 


100 


0 


325,000-460,000 


59.1 



Iiiijainio suppressive agent : tacrolimus 

weight of lactic sold- glycol le acid copolymer per unit length of stents 10 jitf/mm 

Weight of lactic acid-glycolic acid copolymer per stent: 130 

Weight of immsunoBttppressive agent per stent: 130 pig 

Lactic acid-glycolic acid copolynwr/iwmuTUJHuppresslve agent ■» 50/50 

Total coating weight per unit length of stent: 20 ug/tnm 
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Table 4 





Weight ratio of lactic 
acid-glycolic acid 
copolymer/ 
itrrniunesuppressives agent 


Height of 

iranruno- 
suppressive 
agent 


I 

Total coating 1 
weight per Vascular 
unit length occlusion 
of stent rate W 
i fig/nan ) j 


Lactic acid- 
glycolic acid 
copolymer 
(vt%) 


immune - 
suppressive 
agent 


Example 17 


50 


50 


130 


20 j 20 .7 


Em ., - : 2 


30 


70 


se 


14 | 25.5 


x mel. 


40 


GO 


87 


17 13.7 


Exsotple 2$ 


to 


30 


303 


33 X 19,5 


r jt' Li" 2 j 


30 


20 


520 


50 1 30.1 


Example 7 


100 


0 


0 


32.5 jj 41.5 



Immunosuppressive agent; tacrolimus 

Weight of lactic acid-glycolic acid copolymer per unit length of stents 3,0 ng/tmn 
lactic acid-glycolic acid copolymer composition: lactic aeid/glyeolie acid = 85/ IS 
weight -average molecular weight of lactic acid-glycolic acid copolymer! 90,00£> to 126,000 
Weight of lactic acid-glycolic acid copolymer per stent: 130 pg/mu 



Page 5 of 1 5 

TOLA - 081844/000049 - 393719 v1 



Appl. No. 10/563,488 

Amdt. Dated September 1 1 , 2008 

Reply to Office Action of June 1 1 , 2008 



Attorney Docket No. 81844.0049 
Customer No.: 26021 



Table £ 





type of immuno- 
suppressive 
agent 


Weight of 

immuno- 
suppressive 
agent per stent 
fug) 


Total coating 
weight per unit 
length of stent 
(jif/ma) 


Vascular 
occlusion rate 
it) 


Example 1? 


Tacrolimus 


130 


20 


30,7 


Example 30 


Sirolitaus 


130 


20 


35. 1 




Cyclosporins 


Bo 


20 


33,2 


Exaraole 32 


Tacrolimus 


130 


27 


23.3 


gxample 7 




0 


32.5 


41.5 



Example- 32: A layer containing only sbe lactic scid-glyeoiie acid copolymer waa applied to the 
outer surface of the stent of Example 17 (7 ng/srart . 

Weight' of lactic acid-glycolic acid copolyraer per unit Length of stent: 10 jig/mm 
Weight ol lactic acid-giycolic acid copolymer per stent; 130 ng 
Lactic acid-giycolic acid copolymer compos itiga: lactic acid/glysolic acid. ■ B5/1S 
weight -average molecular weight of lactic acid-glyeolic acid eopolytoer: 90,000 to 126,000 
Height ratio of lactic acid-glycolic acid copolymer/immunosuppressive agent = 50/50 
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